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UaoicipeTeaue othochtch x qepuoft M^rajiayp- 

rnH a a tiMcnno k cnototfy npOH^ttUiiciok buluku* 
XpOttHCTUX II ApytMX KOMOJieKCHO-AehipOBaii- 

hhx sepxcaaeraiKx cra/ieft, b tow «mcne jigi-h- 
poaaMHWX THraaoM. 

HasccTHufi onocoG nanyHeHH* nepmaaeioflied 
xpoMcoaepacameA ctsuih BXAxmer b ce6a pac- 
mia&fieHHe ihbxtu, odeayrAepoacxaaHHe pac- 
onaaa, pacKHcneiiHe, jierapoBaHHe. h aunycK 
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Bbinycx rwiaaKH oc^ecratajuot; acoocj)dirtB*i4i 
ho b craAepaMitBOTOuft Koain;iJpa oca^otTjr 
maaaa hc hchcc 1^3 c ojoh>bp*ii«ihmm Ji«m«>- 
aaHR«u MeTaxna thtbhomu v : « 

•Bumaaica/crfum no noaowy cnocody aauuD- 
Mflerca aV caeftyiocueu. fi cfiitsuinMWShtnjb 
ntnh safpyxaioT Merajumqecicyio nnurty 4 xpo^ 
Mpayw pyjiy, OKflcati hjjb KapGoHaT* KapramU 
hochobhuc uiaaKoo6p«3yiouu!e uaTepHajihi. 3a* 
ruiaBKH a koboi boa nepawtwwM umbkom. B bbh- 10 Ttu b oOmwom nopjuxe paaui^aviaiOT h ofeavr- 

uv nn thru' nnaovu attnnav ni/ui«nL. u «».««i n . . : • U- ^ ■ • J 



Hy do xoAy anaBKH bboaat okhcjiu Mapraana 
OcHOBHOCTb uuiaKfl nepeA BUoycKOM jmaBKH R3 
nwH yacAH^HBaK)T nyTew inpkcaAxn' MapraHne- 



Jiepo^K*BaioT paciwaa. IlpH jmu upOAyasy 

r TipOH310AflT KHCJIOpOAOM R^R ^MeCMO KSCAOpCH 

aoA hvih xpoMHcroH pyA» H H3accra t fluwwe- rr. , cpACpxcanuix CTaAeA^cuecw -a^^opOAa ^ 
tiuui wepea cronopaoe oxBepcTMc rtepeiaaaiOT IS aaora. XpoMoaan t pyAa (eaw 'oariicnoSSiy^T- 
bo BTOpoft kobio. rAe npoBOABT* JierHppBAHHe ca). dkifcau hjih nap6oqaTH Biaprajma «ucnra-' 
^encooxKOiaioii^MHCH ^e«eHTai^ : Banp ? ¥ep^;<K^ 
T3Taaou.B .KC5m BaoA«T^^maaM^ 

awaK. Oahbko 3tot ™oco6 >apaTOpK3ycTcaMma^*a 

HCAocraToiHUM U3BAeiieHReM xpoua f n ' iia^Fa^.^-^r-- ' -"r^r-^- 



4a aa, py A ^ « ^ W»efia^^^ 

.peJHiapM CTOAH H3 KOB^KOHm^:^ 



U«Qbt» H306pCTeHHH HELiaeTCS nOBUfflCBHC 



ry co<)^TCTByioiiiefl' cTa*«. 

Aa^ee aauHy noflBcpram nepeMem»BaHH» 'ov- 
HaBAeieHBH x P ona, Mapramia h mweaa ■ -wo- ». te«-ttpoA>aiai ue0TpajibUuu> tjjom h aaorou 
U !"r"^rr, l !f ,, ^ 0ilMWW,0CT,t - ^ aj,enj >"*»K:.v:V - ;nq^pe3y/ibT«TaM . anajiHaa ' npo6 mctmm. 
Horo arperara. : - . r-. -Knrttx .book oOoyrjiepornHBaBM, npoBaaoaar 

okmc^u win Ka>6o«aT« MapraHaa, .noue^g aunyc* naaaM, . kobu, cWWmX^wo 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known riiethod for obtaining chromium-containing stainless steel includes melting 
the mixture, decartmrizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag-forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1.3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1.3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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